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Amendments to the Claims: 

The listing of claims will replace all prior versions and listings of claims in the 
application. 

Listing of Claims : 

1. (currently amended) An organic sol vent based ink composition 
comprising more than 60 % by weight of an organic solvent and composite 
colorant polymer particles, wherein, said composite colorant polymer particles 
have a colorant phase A which comprises pig ment^ and a polymer phase, said 
polymer phase of said particles being formed in situ in the presence of said 
colorant, said composite colorant polymer particles having a mean particle size of 
less than about 200 nm. 

2. (currently amended) The composition of Claim 1 wherein said 
composite colorant polymer particles are made by a process comprising, in order: 

I) suspending in an aqueous medium, under agitation, finely divided 
colorant particles to form an aqueous colorant mixture; 

II) adding to said aqueous colorant mixture an addition polymerization 
initiator before introducing a monomer mixture used to form the nolvmer phase: 
and 

IE) causing said addition polymerization initiator to form a free radical 
while continuously introducing to said aqueous colorant mixture a monomer 
mixture comprising: 

a) an addition polymerization initiator, and 

b) at least one ethylemcally-unsaturated monomer; 

thereby forming said composi te colorant particles having a colorant phase 
and a polymer phase. 

3. (Canceled) 

4. (Currently Amended) The composition of Claim 31 wherein 
said pigment is C.I. Pigment Blue 1 5:3, CI. Pigment Red 122, CI. Pigment 
Yellow 155 or C.I. Pigmcul Black 7. 
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5. (Original) The composition of Claim 1 wherein the composite 

colorant particles comprise up to about 20% by weight of said composition, 

6. (Original) The composition of Claim 1 wherein the composite 
colorant particles comprise up to about 10% by weight of said composition. 

7. (Original) The composition of Claim 1 wherein said organic 
solvent is a mirteral oil, soybean oil, toluene, ethylene glycol, diethylene glycol, 
triethylene glycol, propylene glycol, tetraethylene glycol, polyethylene glycol, 
glycerol, poly(ethylene glycol) monobutyl ether, diethylene glycol monobutyl 
ether, xylene, kerosene, naphthalene or Liquid paraffin. 

8. (cancelled) 

9. (Original) The composition of Claim 1 wherein said polymer 
phase comprises a polymer formed from methyl methacrylate, ethyl methacrylate, 
butyl methacrylate, ethyl acrylate, butyl acrylate, hexyl acrylate, n-octyl acrylate, 
lauryl methacrylate, 2-ethylhexyl methacrylate, nonyl acrylate, benzyl 
methacrylate.. 2-hydroxypropyl methacrylate, acrylonitrile, memacryionitrile, 
vinyl acetate, vinyl propionate, vinylidene chloride, vinyl chloride, styrene, t- 
butyl styrene, vinyl toluene, butadiene, isoprene, N,N-dimethyl aciylamide, 
acrylic acid, methacryiic acid, chloromethacryl j c acid, maleic acid, allylarnine, 
N,N-diethylaUylamine, vinyl sulfonamide, ammonium acrylate, ammonium 
methacrylate, acryianndopropane-triethylarnmonium chloride, 
methacxylamjdopropane-triethylammonium chloride, or vinyl -pyridine 
hydrochloride. 

10. (Original) The composition of Claim 1 wherein said 
composite colorant polymer particles have a mean particle size of less than about 
80 urn. 

1 1 . (Original) The composition of Claim 1 wherein said polymer 
phase is cross-linkcx!. 
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12. (Original) The composition of Claim 1 wherein said colorant 
phase of said composite colorant particles has a mean size of less than about 80 
nm and said polymer phase has a weight average molecular weight of greater than 
about 5000. 

13. (Original) The composition of Claim 1 wherein said polymer 
phase has a weight average molecular weight of greater than about 1 0,000. 

14. (Original) The composition of Claim 1 wherein the ratio of 
said colorant phase to said polymer phase is from about 30:70 to about 70:30. 

15. (New) An organic solvent based ink composition 
comprising more than 60 % by weight of an organic solvent and composite 
colorant polymer particles, wherein said composite colorant polymer particles 
have a colorant phase, which comprises pigment, and a polymer phase, said 
polymer phase of said particles being formed in situ m the presence of said 
colorant, said composite colorant polymer particles having a mean particle size of 
less than about 200 nm, wherein said composite colorant polymer particles are 
made by a process comprising, in order: 

I) suspending in an aqueous medium* under agitation, finely divided 
colorant particles to form an aqueous colorant mixture; 

II) adding to said aqueous colorant mixture an addition polymerization 
initiator before introducing a monomer mixture used to form the polymer phase; 
and 

III) causing said addition polymerization initiator to form a free radical 
while continuously introducing to said aqueous colorant mixture the monomer 
mixture comprising: 

a) an addition polymerization initiator, and 

b) at least one ethylenically-unsaturated monomer; 

thereby forming said composite colojHJ.it putticles having a colorant phase 
and a polymer phase. 
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